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(54) Reducing subterranean formation water permeability 



(57) The water permeability of a subterranean for- 
mation is reduced by introducing into the formation a wa- 
ter flow resisting chemical which attaches to adsorption 
sites on surfaces within the porosity of the formation and 
reduces the water permeability thereof without substan- 



tially reducing the hydrocarbon permeability thereof. 
The water flow resisting chemical is comprised of a pol- 
ymer of at least one hydrophilic monomer and at least 
one hydrophobically modified hydrophilic monomer 
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Description 



KK J^SE^Z^ * «»*■ 3 — - " producing subterranean ,o, 
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and hydrophobically modified hydrophilic monomers. 

[0011] Examples of particularly suitable hydrophilic monomers which can be utilized include, but are not limited to, 
acrylamide, 2-acrylamido-2-methyl propane sulfonic acid, N.N-dimethylacrylamide, vinyl pyrrolidone, dimethylaminoe- 
thyl methacrylate, acrylic acid, dimethylaminopropylmethacrylamide, trimethylammoniumethyl methacrylate chloride, 
5 methacrylamide and hydroxyethyl acrylate. Of these, acrylamide, 2-acrylamido-2-methyl propane sulfonic acid, acrylic 
acid, dimethylaminoethyl methacrylate and vinyl pyrrolidone are preferred. 

[0012] A variety of hydrophobically modified hydrophilic monomers can also be utilized to form the polymers useful 
in accordance with this invention. Particularly suitable hydrophobically modified hydrophilic monomers include, but are 
not limited to, alkyl acrylates, alkyl methacrylates, alkyl acrylamides and alkyl methacrylamides wherein the alkyl rad- 
io icals have from about 4 to about 22 carbon atoms, alkyl dimethylammoniumethyl methacrylate bromide, alkyl dimeth- 
ylammoniumethyl methacrylate chloride and alkyl dimethylammoniumethyl methacrylate iodide wherein the alkyl rad- 
icals have from about 4 to about 22 carbon atoms and alkyl dimethylarnmonium-propylmethacrylarnide bromide, alkyl 
dimethylammonium propylmethacrylamide chloride and alkyl dimethylammoniumpropylmethacrylamide iodide wherein 
the alkyl groups have from about 4 to about 22 carbon atoms. Of these, octadecyldimethylammoniumethyl methacrylate 
is bromide, hexadecyldimethyl-ammoniumethyl methacrylate bromide, hexadecyldimethylammoniumpropyl methacryla- 
mide bromide, 2-ethylhexyl methacrylate and hexadecyl methacrylamide are preferred. 

[0013] Polymers which are useful in accordance with the present invention can be prepared by polymerizing any 
one or more of the hydrophilic monomers with any one or more of the hydrophobically modified hydrophilic monomers. 
While the polymerization reaction can be performed in various ways, an example of a particularly suitable procedure 

20 for polymerizing water soluble monomers is as follows. Into a 250 mL-3 neck round bottom flask, charge the following: 
47.7 g Dl water, 1 .1 g acrylamide and 0.38 g alkyl dimethylammoniumethyl methacrylate bromide. The solution formed 
is sparged with nitrogen for approximately 30 minutes, followed by the addition of 0.0127 g of 2,2 , -azobis (2-amidino- 
propane) dihydrochloride. The resulting solution is then heated, with stirring, to 110°F and held for 18 hours to produce 
a highly viscous polymer solution. 

25 [0014] When the hydrophobically modified hydrophilic monomer is not water soluble, e.g., octadecylmethacrylate, 
the following procedure can be utilized. Into a 250 mL-3 neck round bottom flask, charge the following: 41 .2 g Dl water 
and 1.26 g acrylamide. The solution formed is sparged with nitrogen for approximately 30 minutes, followed by the 
addition of 0.06 g of octadecyl methacrylate and 0.45 g of a cocoamidopropyl betaine surfactant. The mixture is stirred 
until a homogeneous, clear solution is obtained followed by the addition of 0.0055 g of 2,2'-azobis (2-amidinopropane) 

30 dihydrochloride. The resulting solution is then heated, with stirring, to 110°F and held for 18 hours to produce a highly 
viscous polymer solution. 

[0015] In addition, the polymerization procedure may employ a hydrocarbon reaction medium instead of water. In 
this case, appropriate surfactants are used to emulsify the hydrophilic/hydrophobic monomers, and the product is 
obtained as an oil external/water internal emulsion. 

35 [001 6] Suitable polymers prepared as described above have estimated molecular weights in the range of from about 
250,000 to about 3,000,000 and have mole ratios of the hydrophilic monomer(s) to the hydrophobically modified hy- 
drophilic monomer(s) in the range of from about 99.98:0.02 to about 90:10. Particularly suitable polymers having mo- 
lecular weights and mole ratios in the ranges set forth above include, but are not limited to, an acrylamide/octadecyld- 
imethylammoniumethyl methacrylate bromide copolymer, a dimethylaminoethyl methacrylate/hexadecyldimethylam- 

^0 moniumethyl methacrylate bromide copolymer, a dimethylaminoethyl methacry late/vinyl pyrrolidone/hexadecyldimeth- 
ylammoniumethyl methacrylate bromide terpolymer and an acrylamide/2-acrylamido-2-methyl propane sulfonic acid/ 
2-ethylhexyl methacrylate terpolymer. Of these, an aery lam ide/octadecyl dimethylammoniumethyl methacrylate bro- 
mide copolymer having a mole ratio of hydrophilic monomer to hydrophobically modified hydrophilic monomer of 96: 
4 is presently preferred. 

45 [001 7] An improved method of this invention for treating a water and hydrocarbon producing subterranean formation 
to reduce the water permeability thereof without substantially reducing the hydrocarbon permeability thereof is com- 
prised of the following steps. A polymer of at least one hydrophilic monomer and at least one hydrophobically modified 
hydrophilic monomer is prepared having a molecular weight in the range of from about 100,000 to about 10,000,000 
and having a mole ratio of hydrophilic monomer(s) to hydrophobically modified hydrophilic monomer(s) in the range 

50 of from about 99.98:0.02 to about 90:10. Thereafter, the polymer is introduced into the subterranean formation to be 
treated so that the polymer attaches to adsorption sites on surfaces within the porosity of the formation. 
[0018] In carrying out the above described method, the polymer is preferably dissolved in an aqueous carrier liquid 
and the resulting solution containing the polymer is introduced into the formation. The aqueous carrier liquid can be 
fresh water, seawater, or an aqueous salt solution. The aqueous carrier liquid is preferably an aqueous salt solution 

55 containing one or more salts in an amount in the range of from about 2% to about 10% by weight of the solution. A 
variety of salts can be utilized in the aqueous solution such as potassium chloride, sodium chloride, ammonium chloride 
and calcium chloride. 

[0019] In order to facilitate the flow of the carrier liquid solution containing the polymer into the formation being 
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Sir ,2? TT^l d6 ? ribed 3b0Ve WherebV the P0lymer u,ilized is adsorbed on «° the formation surfaces 
lt ha „? h . h ^««arbon liquid such as kerosene, diesel oil or crude oil or a hydrocarbon or inert gas such as 
methane and natural gas or nitrogen (when the formation produces gas) can be introduced into the fZatio Mhouah 

? "iT? T' red J n ° rder f0f ,he P ° ,ymer t0 be 6ffec,ive - ,he Mrocarbon liquid or gas ate SShS 
facilitates the subsequent flow of hydrocarbons through the formation formation 

[0021] In order to further illustrate the methods of the present invention, the following examples are given. 
Example 1 

[0022] Various cationic hydrophobically modified hydrophilic monomers were prepared in accordance with the oro 
cedures described above by reacting dimethylaminoethyl methacrylate with hexadecyl ImSS^SSSSiSi 
and 1-bromodocosane (behenyl bromide) to produce hexadecyl, octadecyl and behenyl dimethyteSum eZ 
methacrylate bromide^Various mole percentages of the hydrophobic^ modified hydShilto monomTrandSa 

to aboTaoo'oS 

i„™^ ? . • 3 n ° n ' ,0niC h y dr °P hobic m ^omer, i.e., octadecylmethacrylate was dissolved in an 

aqueous solutron contam.ng a suitable surfactant and copolymerized with acrylamide as described atove The vaJous 
copolymers produced are described in TABLE I below. «*noea aoove. i ne various 

[0023] For comparison purposes, polyacrylamide and two commercially available polyacrylamide polvmers of known 
molecular weight, i.e., "ALCOFLOOD 245S™« and "ALCOFLOOD 935™" are included jn ™ de | po| y merso,known 
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[0024] A multi-pressure tap Hassler sleeve containing a Berea sandstone core was utilized to determine the water 
permeability reduction produced by the various copolymers described in Table I. The permeability reduction tests were 
run at a temperature of 175°F utilizing a brine containing 9% by weight sodium chloride and 1% by weight calcium 
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chloride. 

[0025] The following procedure was utilized for a first series of tests, the results of which are shown in Table li below. 
The above described brine was flowed through the Berea core until the pressure stabilized, yielding an initial perme- 
ability. The polymer or copolymer tested was dissolved in the above described brine in an amount of 2,000 parts per 

5 million, and 100 milliliters of the treatment solution containing the polymer or copolymer was flowed into the core and 
overfished through the core with 100 milliliters of the above described brine, both of which were flowed in the opposite 
direction to the initial brine flow. The brine flow was then resumed in the original direction until the pressure again 
stabilized and final permeability was calculated. The percent brine permeability reduction was calculated using the 
formula [1 -(final permeability/initial permeability)] x 100. The multi-tap Hassler sleeve allowed the core permeability to 

10 be divided into four segments. In the tests, the initial brine flow was from segment 1 through segment 4. The treatment 
solution and displacement brine flow were from segment 4 through segment 1 , and the final brine flow was from segment 

1 through segment 4. The initial and final permeabilities were calculated for the middle two segments, i.e., segments 

2 and 3. The results of the tests are set forth in Table II below. 

15 TABLE II 



Permeability Reduction in Berea Sandstone At 175° 


Polymer or Copolymer No. 


% Brine Permeability Reduction - 


% Brine Permeability Reduction - 




Segment 2 


Segment 3 


1 (Control) 


38 


20 


2 


33 


53 


3 


35 


35 


4 


30 


43 


5 


43 


52 


6 


48 


65 


7 


10 


42 


8 


60 


60 


9 


45 


35 



[0026] From Table II, it can be seen that the copolymers of this invention produced greater brine reduction than 
polymer No. 1 (unmodified polyacrylamide). 

Example 2 

35 

[0027] The tests described in Example 1 were repeated except that a different flow sequence was utilized to simulate 
a subterranean zone which initially produced oil but later "watered out," i.e., produced only brine but still had residual 
oil trapped therein. This scenario was simulated by flowing a sequence of brine and oil (kerosene) through the core. 
In a first set of tests, the sequence was first brine, then oil, then brine, then oil, then brine, then the treatment solution 

40 and then brine. The third brine flow was used to calculate the initial permeability to brine at residual oil conditions. This 
permeability was used along with the permeability calculated after the final brine flow to determine the percent brine 
permeability reduction. To determine the impact of thermal degradation, following the final brine flow, some testing was 
performed where the core was shut-in at temperature over night and flow was resumed the next day. The brine per- 
meability was determined after the shut-in. 

45 [0028] Another series of tests were run to simulate what happens if the treatment solution enters an oil-producing 
zone containing residual water. These tests were conducted with a flow sequence of a first brine flow, then an oil flow, 
then a second brine flow, then a second oil flow, then the treatment solution flow followed by a third oil flow. The second 
oil flow was used to calculate the initial oil permeability and the last oil flow was used to determine the permeability to 
oil after treatment. The percent oil permeability reduction was determined in the same manner as described above for 

50 determining the percent brine permeability reduction. The results of these tests are given in Table III below. 
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TABLE III 



Permeability Reduction In Berea Sandstone At 175°F 


Polymer or 


% Brine 


% Brine 


% Brine 


% Brine 


% Oil 


% Oil 
/o \J\\ 


Copolymer 


Permeability 


Permeability 


Permeability 


Permeability 


Permeability 


Permeability 


No. 


Reduction 


Reduction 


Reduction 


Reduction 


Reduction 


Reduction 




-Segment 2 


-Segment 3 


-Segment 2 


-Segment 3 


-Segment 2 


-Segment 3 








r\A |_|_, . _ 

dA Hour 


24 Hour 












Shut-in 


Shut-in 






1 (Control) 


25 


45 


-65 


-30 






3 


45 


55 






-30 


0 


4 


55 


72 






20 


-10 


5 


45 


70 






-50 


-40 


10 


35 


50 


35 


50 






11 


55 


75 











[0029] From Table III, it can be seen that the copolymers of this invention functioned to increase the brine permeability 
reduction as compared to polymer No. 1 (polyacrylamide). 

[0030] It can also be seen that polymer No. 1 (polyacrylamide) lost effectiveness after 24 hours. In comparison, 
copolymer No. 10 retained its effectiveness after the 24 hour shut-in. The percent oil permeability reduction numbers 
were negative indicating increased oil permeability after the treatment. 



Example 3 

[0031 ] The tests described in Examples 1 and 2 (with the exception of the oil permeability reduction tests of Example 
2) were repeated except that a different flow sequence was utilized. That is, the flow sequence was first brine, then 
oil, then brine. The second brine flow was used to calculate the initial permeability to brine under residual oil conditions. 
The treatment solution was then flowed through the core and overfished through the core with 100 milliliters of brine 
which was followed by 25 milliliters of oil (kerosene). Following the treatment and overflush stages, brine flow was 
again stabilized through the core in the original direction. The percent brine permeability reduction in segments 2 and 
3 before and after a 24 hour shut-in were calculated. The results of these tests are given in Table IV below. 



TABLE IV 



Permeability Reduction In Berea Sandstone At 175°F 


Polymer or 


% Brine 


% Brine 


% Brine 


% Brine 


Copolymer No. 


Permeability 


Permeability 


Permeability 


Permeability 




Reduction - 


Reduction - 


Reduction - 


Reduction - 




Segment 2 


Segment 3 


Segment 2 


Segment 3 








24 Hour 


24 Hour 








Shut-in 


Shut-in 


1 


40 


63 


0 


17 


12 


42 


68 


32 


60 


13 


65 


85 


55 


80 


10 


72 


78 


58 


68 


14 


65 


82 


48 


74 


15 


78 


83 


76 


83 



[0032] From Table IV, it can be seen that the control polyacrylamide lost its effectiveness after the 24 hour shut-in. 
The copolymers of the present invention produced higher levels of brine permeability reduction and maintained their 
effectiveness after the 24 hour shut-in. 
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Claims 

1 . A method of treating a water and hydrocarbon producing subterranean formation to reduce the water permeability 
thereof, which method comprises introducing into said formation a water flow resisting chemical comprised of a 

5 polymer of at least one hydrophilic monomer and at least one hydrophobically modified hydrophilic monomer, 

which polymer attaches to adsorption sites on surfaces within the porosity of said formation to reduce the water 
permeability thereof without substantially reducing the hydrocarbon permeability. 

2. A method according to claim 1, wherein said hydrophilic monomer is selected from acrylamide, 2-acrylamido- 
10 2-methyl propane sulfonic acid, N,N-dimethylacrylamide, vinyl pyrrolidone, dimethylaminoethyl methacrylate, 

acrylic acid, dimethylaminopropylmethacrylamide, trimethylammoniumethyl methacrylate chloride, methacryla- 
mide and hydroxyethyl acrylate. 

3. A method according to claim 1 or 2, wherein said hydrophobically modified hydrophilic monomer is selected from 
15 alkyl acrylates, alkyl methacrylates, alkyl acrylamides and alkyl methacrylamides wherein the alkyl radicals have 

from 4 to 22 carbon atoms; alkyl dimethylammoniumethyl methacrylate bromide, alkyl dimethylam mo ni urn ethyl 
methacrylate chloride and alkyl dimethylammoniumethyl methacrylate iodide wherein the alkyl radicals have from 
4 to 22 carbon atoms; and alkyl dimethylammonium propylmethacrylamide bromide, alkyl dimethylammonium pro- 
pyl methacry I amide chloride and alkyl dimethylammonium propylmethacrylamide iodide wherein the alkyl groups 
20 have from 4 to 22 carbon atoms. 

4. A method according to claim 1 , 2 or 3, wherein the mole ratio of said hydrophilic monomer to said hydrophobically 
modified hydrophilic monomer in said polymer is from 99.98:0.02 to 90:10. 

25 5. A method according to claim 1 , 2, 3 or 4, wherein said polymer is selected from an acrylamide/octadecyldimeth- 
ylammoniumethyl methacrylate bromide copolymer, a dimethylaminoethyl methacrylate/hexadecyldimethylammo- 
niumethyl methacrylate bromide copolymer, a dimethylaminoethyl methacry late/vinyl pyrrolidone/ hexadecyld- 
imethylammoniumethyl methacrylate bromide terpolymer and an acrylamide/2-acrylamido-2-methyl propane sul- 
fonic acid/2-ethylhexyl methacrylate terpolymer. 

30 

6. A method according to any of claims 1 to 5, wherein said polymer has a molecular weight in the range of 100,000 
to 10,000,000. 

7. A method according to any of claims 1 to 6, wherein said polymer is dissolved in an aqueous carrier liquid, preferably 
35 an aqueous salt solution. 

8. A method according to claim 7, wherein the carrier liquid is an aqueous salt solution selected from potassium 
chloride, sodium chloride, ammonium chloride and calcium chloride, the salt being present in said aqueous salt 
solution in an amount of from 2% to 10% by weight of said solution. 

40 

9. A method according to claim 7 or 8, wherein said aqueous carrier liquid solution further comprises a surfactant 
dissolved therein, preferably cocoylamidopropylbetaine in an amount of from 0.1% to 2% by weight of said carrier 
liquid solution. 

45 10. A method according to any of claims 1 to 9, which further comprises the step of introducing a hydrocarbon liquid 
or a gas into said formation after the introduction of said water flow resisting chemical therein, said hydrocarbon 
liquid preferably being kerosene, diesel oil or crude oil, and said gas preferably being methane, natural gas or 
nitrogen. 

50 
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